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PROCESSES                     PREPARATION FOR PIERCING

Transferring
p. 33

Center
Punching

Drilling

Setting]
the
Blade
in the
Frame
p. 33

Transfer the design to the metal as described
above.

Depressions are made in the metal with the
center punch and hammer to guide the drill
while boring holes in all the sections to be
sawed out. The drilled holes must not inter-
fere with the traced outline of the design.

Place the twist drill in the chuck of the hand

drill.

Drill holes in the metal as marked with the

center punch; the metal must be supported,

from below and held firmly.

Set the blade in the lower jaw of the saw

frame as described above.

Thread the loose end of the blade through one

of the drilled holes nearest the center of the

design.

Hold the metal to be pierced against the lower

jaw of the saw frame.

Fasten the loose end of the blade in the upper

jaw as described above.

Sawing
p. 31

PIERCING

Saw out the parts nearest the center first, those
nearest the outside border last Follow the
directions under sawing.;,